2/8/2018 e Print 
~= . 
rp) A QR T 1270 Aberdeen St Hawkesbury, ON K6A 1K7 Canada P urchasing Receipts 
AEROSPACE 


Tel (613) 632-5200 
Line For 
Rel Purchased Equipment|Order| Due |Received|Accounting| Serial Receive Aging| Past 
ro pe em apr pone i lia sii “s ron ean: oe a 


P0038946| ACI001-VC Net IS14140 2/9/2018 $ 50.82 / ft 
Quenched " 4 
| “ [tie [ aa 7 wil 


$609.82 


Plex 2/8/2018 1:17 PM Dart. Dubois.Pascal 
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ACIER QUELLETTE INC. Order - Sales Copy €000072723 


935, Boul. du Havre 


Safaberry de Va'leyfield (Quétec) J65 5L1 Customer N? CLIO001656 
Tél.: 450-377-4248 MU: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mii: 514-336-4246 Ext: 866-456-4242 Date 2018/02/05 
Delivery date 2018/02/08 
Your order N° PO038946 
Billed to Shipped to Processed by Stephanie Dignard 
DART AEROSPACE LTD 
Salesman 
1270 , ABERDEEN ST. i 
HAWKESBURY, Ontario, KA 1K7 aie Carrier OUELLETTE VALLEYFIELD 
Dellvery Route 5 Page 1 
Product 0 ipti Weight 9 Internal Use Only 
roduct Descri 
sian hier = | cmp | exe | ao | in |[r{s[cl our | 
4 ROUND 4140 HEAT TREAT 3 1/2 RANDOM 406.68 12,00 PL_$CLB 0.00 
R4140-312H-¥ 4941 
neurnary> 
COUPE ATA SCIE 1.00 UN 
SCIE 1 
£X 12 
TRANSIT ST-IEROME 07/02/2018 
2 ROUND 4140 HEAT TREAT 1/2 RANDOM 8.02 $2.00  PI_$CLB 0.00 
$ 9.00 


FRAIS_ENERGETIQUE 


NIR : R-109516-6 


Next Page... 


ACIER OUELLETTE INC. 


935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S 5L1 


Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 


Billed to Shipped to 
DART AEROSPACE LTD 


1270 , ABERDEEN ST. , Ontario, 
HAWKESBURY, Ontario, K6A 1K7 


Att : CHANTAL LAVOIE Tél.: 613-632-5200 
Instruction F-M Delivery Route 5 


Product Description Weight Qty U/M 


1 ROUND 4140 HEAT TREAT 3 1/2 RANDOM 406.68 12.00 PI_$CLB 
R4140-312H-V 4941 
COUPE A LA SCIE 1.00 UN 
SCIE 1 
1X 12' 
TRANSIT ST-JEROME 07/02/2018 

2 ROUND 4140 HEAT TREAT 1/2 RANDOM 8.02 12.00 PI_$CLB 
R4140-12H-V 4907 
1X 12'R/L 


TRANSIT ST-JEROME 07/02/2018 


DELIVERY - CLIENT 


Customer N° 
Date 

Delivery date 
Your order N° 


Processed by 


Salesman 
Carrier 


Credit Terme 


Page 


rine Total Weight (Lbs): 414.70 NIR : R-109516-6 


All sold and delivered materials remain the property of “Acier Ouellette Inc" until payment is made in full, complete and cashed. All lost materials are at the buyer's expense. The warranty offered by 
“Acier Ouellette Inc." is the same as offered and honored by the manufacturer and his warranty is transferred by “Acier Ouellette Inc." to the client. The buyer hereby accepts to respect the 
following conditions: Net 30 days from billing date and the buyer accepts to pay administration charges of 2% per month (24% per annum) on all past due amounts over 30 days. Any default in 
respect with this contract will lead to payment by acceleration and permits to the seller, at his choice to claim for the balance due or the repossession of the goods sold, All claims must be made 
within five (5) days with this document enclosed. Any merchandise that has been damaged, cut or modified cannot be returned. All goods returned must be with our authorization and are subject to 


a 25% restocking charge. 


Prepared By : 


Customer's Signature 


C000072723 


CLIO001056 
2018/02/05 
2018/02/08 
PO038946 
Stephanie Dignard 


OUELLETTE VALLEYFIELD 
Net 30 Days 


1 


Internal Use Only 


| cmp | exp | Bo | IN |r{si{c| our | 
lx 
|Z 


D 
[2 BO 8 7018 41 


FEB 01g 2018 9-33 


Total ($CAD) 


2/5/2018 - PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 


CN Hawkesbury, ON PU RCHASE ORDER 
QART sw PO038946 


Tel (613) 632-5200 


AEROSPACE 


PO038946 
2/5/18 
2/9/18 


PO No: 
PO Date: 
Due Date: 


Purchase Order 
Revision: 


Revision Date: 


Ship-To Contact: Lavoie, ChantalPhone: 
clavoie@dartaero.com 


AC1001-VC 
Acier Ouellette Inc. 
935 Boul. Du Havre 
Valleyfield 

QC 

J6S 5L1 Canada 
Phone: 800 667 4248 
Fax: 450 377 5696 


Via: Ground 
Pymt Terms: Net 30 
Freight Terms: 

Special Comments: quotation sou0083186 


1270 Aberdeen Street 
Hawkesbury 

ON 

K6A 1K7 Canada 
Phone: 613-632-5200 


12 ft $0.4958333/t $5.95 


1010-1025 Round Bar Firmed 2/9/18 12 ft 
375 

: MATERIAL: AISI 1018- ) ~ 
1025 ROUND BAR : 
M1010S20GA AS PER 

MIL-S-7097 OR ASTM 


A108 


M1018R0.375 


2 MT-4140QT-R1.250 MT-4140 QT-R1.250 Firmed 2/9/18 20ft / Z oft GP ft  $7.0905/ft $141.81 

3. MT-4140QT-R3.500 AISI 4140 Quenched Firmed 2/9/18 12 ft Off ‘12 ft $50.818333/t $609.82 
&Tempered Steel Round J DAS 
Bar 3.500" Dia. ! FEB 08 2018 44 


4 MT-4140QT-RO.500 AISI 4140 Quenched Firmed 2/9/18 20 ft O ft 20 ft $1.4425/ft $589. 
&Tempered Steel Round 


Bar 0.500" Dia, (2.2 8 7 FEB 0 8 2018 


5 MT-1144-R1.250 1144 Steel Proof Round Firmed 2/9/18 20 ft Oft 20 ft $7.7125/ft $154.25 
Bar 1.250" 


DAS 


11 


9-89 


MT-1144-R1.375 1144 Steel Proof Round =‘ Firmed 2/9/18 20 ft , Oft 20 ft $8.6835/f $173.67 
Bar 1.375" 


M6061T6B0.375X01.250 6061-T6 Bar .375X 1.25 Firmed 2/9/18 —-20ft Off 20f  $1.851M $37.02 
: MATERIAL: 6061- 
T6/T651/T6510/T6511/T62 lf) 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 


A-225/8 OR AMS 
4117/4128/4115/4116 OR FER A? 2018 
QQ-A-200/8 OR AMS-QQ- 

A-200/8 OR AMS 4160 

OR ASTM B211 OR DAS 
ASTM B221 
receive ft 


Plex 2/5/18 9:01 AM dart.lavoie.chantal 
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2/5/2018 ” PURCHASE ORDER 


Order |Received Unit 
Quantity oo Balance | Price (CAD) 


8 M6061T6R0.563 6061-T6 Round Bar .563 Firmed 2/9/18 36 ft 36 ft $1.0897222/ft 
: MATERIAL: 6061- 
T6/T651/T6510/T6511/T62 
ALUMINUM ROUND BAR ce 
AS PER QQ-A-225/8 OR 
AMS-QQ-A-225/8 OR 
AMS 4117 
4128/4115/4116 OR QQ- 
AA-200/8 OR AMS-QQ-A- 
200/8 OR AMS 4160 OR 
ASTM B221 OR ASTM 
B221 
receive ft 


9 MT-4140QT-R1.500 AIS! 4140 Quenched Firmed 2/9/18 20 ft 0 ft 20 ft $9.009/ft $180.18 


&Tempered Steel Round : 
Bar 1.500" Dia. XB 


Extended 
Price 


$39.23 


Grand Total: $1,370.78 


Order Notes 


Procurement Quality Clauses 
A005 right of entry 


A012 chemical and physical test report D AS 
A016 personnel qualification FEBQ 7 2018 : 
A017 raw material identification (as applicable) : 11 
A026 certification of material conformance SR9 


A041 quality management system 
A042 dart notification by supplier 
A043 retention of quality documents 


A048 counterfeit parts avoidance. detection, mitigation and disposition program 


A049 supplier awareness 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To lear in detail, please visit 
cafiaerospace.com for further explanation. 


Plex 2/5/18 9:01 AM dart.lavoie.chantal 
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Billed to 
DART AEROSPACE LTD 


1270 , ABERDEEN ST. 
HAWKESBURY, Ontario, K6A 1K7 


Shipped to 
, Ontario, 
Att : CHANTAL LAVOIE Tél.: 613-632-5200 


i Product N° and description 


oo 1018 RANDOM 
RCR-316-—. 5327 
OFFER STEEL OTR 


1X 12'RAL 


ROUND CR 5/16 1018 RANDOM 
RCR-516-V--—~ 5348 


OFFER STEEL 1018 Ch 


1X 12'R/L 


ROUND CR 3/8 1018 RANDOM Fs 
RCR-38-V 5337 Aho w 

| OFFER STEEL 1018 CR = ! 
1X 12'R/L ge’ 

| ROUND 4140 HEAT TREAT 1 1/4 RANDOM 

| R4140-114H-V 4897 fi 
1X 20'R/L i 
ROUND 4140 HEAT TREAT 3 1/2 RANDOM 
R4140-312H-V 4941 2 


COUPE A LA SCIE 
SCIE 1 

| 1X 12' 2-3 DAYS eee” 
| ROUND CR 3/8 1018 RANDOM 

| RORY SSB? 
| 1x 12'R/L 


ROUND CR 3 1018 RANDOM 


ROR3-V 5338 
| 4x12 
COUPE A LA SCIE 
i SCIE ¢ “Ss 


ACIER OUELLETTE INC. 
935, Boul. du Havre 

Salaberry de Valleyfield (Québec) J6S 5L1 

Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 


Quotation SOQU0083186 
Customer N° CLI0001056 

Date 2018/01/30 

Revision N° i) 

Prices valid until 2018/02/06 


Your Order N° 


Processed by 


Stephanie Dignard 


Salesman STEPHANIE 
Carrier OUELLE SDV 
Credit Terms Net 30 Days 
Page 1 


12.00 


1.13 


4.51 12.00 PI_$CLB 
83.44 20.00 PI_$CLB 


4.51 12.00 PI_$CLB 
288.36 12.00 PI_$CLB 
1.00 UN 

Date : 


- 12.00 PI_$CLB 
PI_$CLB 12.00 PI 0.21 
12.00 PI 0.50) 


12.00 PI 0.12 


Pcs Nb Price 


un N 
io un 
a N 


20.00 PI a 141.81 
PI 609.82 

L | 7 

12.00 PI a 5.95 
12.00 PI 31.71 380.49 
1.00 5.00 5.00 


Next Page... 


ACIER OUELLETTE INC. 

935, Boul. du Havre 

Salaberry de Valleyfield (Québec) J6S 5L1 

Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 


Quotation SOU0083186 
Billed to Customer N° CLI0001056 
DART AEROSPACE LTD Date 2018/01/30 
1270 , ABERDEEN ST. Revision N° 0 
HAWKESBURY, Ontario, K6A 1K7 
Prices valid until 2018/02/06 
Shipped to Your Order N° 
Processed by Stephanie Dignard 
, Ontario, Salesman STEPHANIE 
Carrier QUELLE SDV 
Att : CHANTAL LAVOIE Tél.: 613-632-5200 Credit Terms Net 30 Days 
Page 2 
Product N° and description __| Weight | __Qty_u/m | Qty u/M Price | PesNb Price | Amount 


ROUND 4140 ANNEALED 1/2 RANDOM” ; 20.00 PI_$CLB 20.00 PI 1.44 28.85 


12.00 PI_$CLB 12.00 PI y 5.95 
83.40 20.00 PI_$CLB 20.00 PI 7.71 154.25 
RST-114-V 5790 3 
1X 20'R/L STOCK - 
ROUND STRESSPROOF 1 3/8 RANDOM / 101.00 20.00 PI_$CLB 20.00 PI 8.68 173.67 
RST-138-V 5801 at 
1X 20'R/L STOCK 
| FLAT ALU 2X2 1/2 6061-T6 RANDOM NS 70.49 12.00 PI_$CLB 12.0QUN_$UN 21.56 258.66 
| FAL-2212-V Sob 
| 2" 2-1/4 NOT AVAILABLE, OFFER 2" X 2-1/2 
| 1X 12'3-4 DAYS i 
FLAT ALU 2 1/2 X 41/2 1-T6 NS 161.76 12.00 PI_$CLB 12.00 PI 47.71 572.55 
FAL-212312 9283 
om 
1X 12! 3-4 DAYS 


R4140-12A-V 4905 

1X 20'R/L 2-3 DAYS 

ROUND CR 3/8 RANDO! 
UND /8 1018 M 


E 
- 
ir 


RCR-38-V-~~_ «5337 
| OFFER STEEL 1018-CR 
1X 12'R/L ) 


ROUND STRESSPROOF 1 1/4 RANDOM 


BS 
SA 
5 
[eal 
pare 


FLAT ALU 3/8 X 1 1/4 6061-T6 RANDOM 11.02 20.00 PI_$CLB 20.00 PI 1.85 37.02 
FAL-38114-V 2609 i 
| 1X 20' STOCK ai 
| ROUND ALU 9/16 6061-T6 RANDOM y| 10.55 36.00 PI_$CLB 36.00 PI 1.09 39.23 
| RAL-916-V 5180 x 
3X 12' STOCK 
ROUND 4140 HEAT TREAT 1 1/2 RANDOM 120.16 20.00 PI_$CLB 20.00 PI 9.01 180.18 
R4140-112H-V 4893 a 
1X 20' STOCK i 


Date : Next Page... 


ACIER OUELLETTE INC. 

935, Boul. du Havre 

Salaberry de Valleyfield (Québec) J6S 5L1 

Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 


Quotation SOQU0083186 
Billed to Customer N° CLI0001056 
DART AEROSPACE LTD Date 2018/01/30 
1270 , ABERDEEN ST. Revision N° 0 
HAWKESBURY, Ontario, K6A 1K7 
Prices valid until 2018/02/06 
Shipped to Your Order N° 
Processed by Stephanie Dignard 
, Ontario, Salesman STEPHANIE 
Carrier OUELLE SDV 
Att : CHANTAL LAVOIE Teél.: 613-632-5200 Credit Terms Net 30 Days 
Page 


|__ Product N° and description _ ae ae pe PesNb__ Price fatten 


SURCHARGE ENERGETIQUE 
FRAIS_ENERGETIQUE 


Total Weight (Lbs) 1 368.01 
iui Sub-total 2 612.34 
This offer is based on availability and current pricing conditions that may be revised upon aR - F30 


reception of the order. 
This offer is subject and conditional to credit approval. 


Approuved and Accepted by : Date : Total ($CAD) 2951.94 


nn 


* 


Chantal Lavoie 


From: Chantal Lavoie 

Sent: Friday, February 02, 2018 1:49 PM 
To: Chantal Lavoie 

Subject: FW: quote 


From: Chantal Lavoie 

Sent: Monday, January 29, 2018 2:52 PM 

To: Josianne Bourdon’ <j.bourdon@acierouellette.com> 
Subject: quote 


Good afternoon Josianne, 

Please advise price an delivery on mat. 
~4140-qt-+round-bar-0-487-x : 

4140 qt round bar 0.3125” x12 ft _ 

4140 qt round bar 0.375” x 12 ft vn 

4140 gt round-bart250° x I2ft ~~ 
-4140-qt round bar 3.5” x12 ft o 


4048-round bar 0.375" x42 ~ 
1018 round bar 3.0125” x 12 ft 

/ 
4140n round bar 0.500” x 12 ft ae 
4140n round bar 0.375” x 12 ft 


4144 round-bart:250°xI2ft ~ 
1144 round bar 1.375” x12 ft ~~~ 


6061-t6 bar 2” x 2.250” x 12 ft ~~ 


6061-t6-bar25’ x45" x424 
6061-16 bar 0:375” *%1.250"12 ft 2 


6061-16 round barO563"-x36 TE 


4140H round bar 1.5”-x42#t. ,—~ 


Thanks 
Chantal 


— 00. tdF3 
CERTIFICATE GF er net | 
CERTIFICAT D'ESAIS =~ © page 02 of 02 


Certification Date 
CUSTOMER ORDER NUMBER 25-SEP-2017 
NUMERO DE COMMANDE DU CLIENT 


Invoice Number 


AC00009558 $697927 
PART NUMBER/NUMERO DE PIECE 
06031 
SOLDTO: ACIER OUELLETTE INC SHIP TO: ACIER OUELLETTE INC. 
VENDU A: EXPEDIE A: 
22 BOULEVARD J-F KENNEDY 22 BOULEVARD J F KENNEDY 


ST JEROME OC J7Y 4B6 SAINT JEROME QC J7Y 4 


4142 CF HEAT TREATED S/R OR STRESS FREE BAR 
Line Total: 160 LB 
ITEM: 506031 


2 Specifications: 


ASTM A434 CL BC 12 / ASTM-A193 GR B7 M AST™ A108 13 
ASTM A193 M15 2) AS -229M 15 ASTM A304 11 
ASTM A322 13 a ( ™ A331 95 AST A962/A962 14 


wee ewe ewe ee ee ee eee ewe ee ee eee eee Be ew eB ew ee we ww eT ww ee eee eee ee ew eww ew we ew wee ee ee eee 


Cc MN SZ P Ss CR NI MO 
0.42 0.97 0.26 0.011 0.022 1.04 0.20 0.23 
CU AL 
0.17 0.026 0.0008 


wee ew ew ew ew wee eH ee ee ee ee ewww ew we ee ee eS eee eee wee ee we ee ee eee ee eee ees ee ewe ewer eww rere: 


COUNTRY OF ORIGIN : SPAIN 


ame emewaew ew ee ee ee eww ewe ew ew eee eee ee we we ew ee eee eee eee eww ew wee ee Ee ee Oe eee 


—saeeweee ew ewe ewe Kee een ee www eee ee ee eee eee ew wee eee eee ee eee ewe ew ee we ew we eww ee we ee eee 


YLD STR ULT TEN SELONG SRED HARDNESS 
DESCRIPTION KSI KSI IN 02 IN IN AREA BHN 

110.0 145.0 17.6 58.8 269 
The above data were transcribed from the manufacturer's Certificate of Test afler verification Material did not come in contact with mercury while in our 
for completeness and specification requirements of the information on the certificate. All test possession/Par les préscntes, nous certifions que le matériel 
resulis remain on file subject to cxamination. /Les informations ci-haut-mentionnées sont couvert par o¢ rapport rencontre les spécifications décrites ci- 
tunscrites du certificat d'cssais du manufacturicr aprés verification de ]’état complet dex haut 
spticifications inscrites sur le certificat. We hereby certify that the material covered by this report JOANNE DESPRES 
will meet the applicable requirements described herein, including any specification forming a o% P 
part of the description. ./Par les présentes, nous certifions que le matériel couvert par oc rapport { \ / 4 ee 
rencontre Icx specifications décrites ci-haut. s ad pene a LN 
The will ful recording of false, fictitious, or fraudulent statements in connection with test results VA 
may be punishable asa felony under federal statutes. /Les informations fauszes, fictives ou / - 
frauduleuses en rapport avec le rémultat des cssais sont punissables en verte des lois fdéralcs. ad 

MANAGER QUALITY ASSURANCE 


GERANT DE L'ASSURANCE QUALITE 


CERTIFICATE OF TEST 
CERTIFICAT B’ESAIS 


Page 02 of 02 


Certification Date 
CUSTOMER ORDER NUMBER 25-SEP-2017 


NUMERO DE COMMANDE DU CLIENT 
Inveice Number 


ACO0009558 ; $697927 
PART NUMBER/NUMERO DE PIECE 
506031 
SOLDTO: ACIER OUELLETTE INC SHIP TO: ACIER OUELLETTE INC. 
VENDU A: EXPEDIE A: 
22 BOULEVARD J-F KENNEDY 22 BOULEVARD J F KENNEDY 
ST JEROME QC J7Y¥ 4B6 SAINT JEROME OC J7Y¥ 4 
Description: 4142 CF HEAT TREATED S/R OR STRESS FREE BAR 
1/2 RD X 12' R/L Line Total: 160 LB 
HEAT: 190696 ITEM: 506031 


END-QUENCH HARDENABILITY (JOMINY - RC) 
1 2 3 4 5 6 7 8 9 10 1i 12 23 14 15 


60 60 60 53 53 58 58 $7 57 56 56 55 55 54 54 


=weeweew eee - H- e eeeeeeeeeeeeeeeeeee Kw e  eR RK eeee e ee e e ee e e e e e e e ew ew ee e ew ew ee eew e e ee 


VACUUM DEGASSED MATERIAL IS FREE FROM MERCURY CONTAMINATION 
EDDY CURRENT/MAGNETIC TEST PERFORMED 

THERMAL TREATMENT: OK 

QUENCHING 1.562 F, TIME: {1): 45MYN; COOLING: (1}: OIL 
TEMPERATURE MEDIA AT THE START: (1} 95 F: TEMPERATURE MEDIA 

AT THE FINISH (1) 122 P 

TEMPERING 1,202 F; TIME(2} 150 MIN COOLING (2) AIR 

TEMPOF (3) STRESS RELIEVED 1.102 F(3) 120 MIN 

MACRO: OK 


mane nmaemnawanwn eK eee eee ewe eee eee ee eee wee ee RH ee ee ee ee eee ee ee ew ee ew ee ee ew ee ee ew ee ee 


COMMENTS 
country of origin: spain 
reduction ratio 167,8 


The above data were tunscribed from the mamulncturer's Ceruficate of Toot afer verification 
for completencis and speci fiention requiremcute of the information on the certificate. All test 
rewults remain on file subject to exantianten, ./Len inforrantions ci-haut-ementionnées sont 
tanserites du certifient d’exsais du manufacturier apres vérifcation de lett complet des 
spécificntions inxeriten sar le certifical. We hereby certify that the material ceverad by hig report 
will meet the applicable requirements described herein, inchiding any specification forming a 
past of the description. /Par lea préscatey, mous cortifions que le matériol couvert par es rapport 
rencontre ley specifications décrites ci-haut, 

‘The willful recording of false, fictitious, or Fraudulent statements is connection with test resulls 
may be punishable as a fclany wader federal statutes, Les informations fauanes, fictives ou 
freudulcuxcs on rapport avec le résultat des essais sont panisaibles en vertu des lois démlos, 


Material did aot come in contact with mereury while in our 
posscesiorL/Par les précanige, nous certifions qua Ie matériol 
covert par co mpport ranconire lee spécifications dédrites ci- 
haut, 


JOANNE DESPRES 
: a 
ie woh Afi A haar antl 


f 
A 


uw 


MANAGER QUALITY ASSURANCE 
GERANT DE L'ASSURANCE QUALITE 


Ra H- Slo 


Fa NIAGARA sisoace wiBt784 
O LASALLE CERTIFICATION 


4. CORPORATEON . =e 


euncHASE oper BOSSES 


concer 950762-2 
CUSTOMER (mH WoIbHI2 + / trae 143500240Q04A 
Grace. QT41 4 swre Round 
a ° aenias 88.9000 NOM 


umcm 20°0" /24°-0" verona 8095 / 7315.2 


414042 VO-CAAL-IRT OT-HR-STRESS FREE 115K TS 95K YS (02 GOK) 16%. F , £O% RIA SURFACE HON 260 n7" SANS BAN 
pase oore en" ASTM Al8Q/A193M-14 GR-G7  SpeciKune AS er ASTM AIZ243 SpecRev: ASTM 
12} CL ps 
ag 


= aes ae ee ee eee 
4 = been} er at as 
a 


scable requirumants af scerions 6, 7, at 12 of the Faic Labor Standards Act, 
‘Laber uusued onder section, BS dicreot, Material vas pot crtpesed $9 meroury 
wits vo ou poetemcon 8 weld repairs perforaed 90 the the seave material 


Walter P. Kretzler - Director of 0.A/Chiat Metallurgist 


MATERIAL RECEIPT INSPECTION FORM 


>]. > 


© In]? 


UT SAMPLE PIECE “ MATERIAL AND PREFORNV 4A SARSNESS SUEY 
ECORD RESULTS & LOW 


= MATERIAL 
‘S.ZE OF TEST SAMPLE 
HARDNESS | DUROMETER READING | | 


testers located in the Quality Office 


18 INSPECTION 


ENGINEERING SIGNOFF (if; 


NsPectep ay: 19 S'ONED OFF SV: 7 
save. FEB O 8 2018 — 


tic Se scannec enc receives on 


Attach this inspection sheet with the corresponding materiai cert and remit 


Div sovasoMaY Lavo POM 

MOXSSIPRI MLLLTUM LNCHLUM HOSA UBHUO ANY © CRLAVOINTINMICO 4O CERIO WO BSN ANY Md O'S 

}39.02 LON 34s AHA NOWUONGO SSERAIG aH NO GBNdaiS 6 GV MLINGOUNOO ONY ALVA 6 LMIMINOOG SH 
G11 ADVdSONSV LYVO AB 4402 @ LHOINAGOD 


; “= x Bt0c/rt/20 WA | :as aaxoano| 
aE snouaves —_ soos 0c | 8402/01/20 IW | xe nmvuo| 
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